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This listing of dalms wffl r place afl prior versions, and listings, of claims In the application: 

Listing of Claims: 

1. (Canceled) 

2. (Currently amended): The process of claim 12 wherein said nonwoven fabric of daim 1 hm/in ^ has 
a basis weight in the range of from about 34 gsm to about 66 gsm. 

3. (Currently amended): The process of daim 12 wherein said nonwoven fabric of claim 1 wherein 
said opposing surfaces have a difference in demonstrated alcohol repettency of at least about 30% 
when exposed to teopropyl alcohol of varying concentrations. 

4. (Canceled) 

5. (Currently amended): The nonwoven f a b ri c process of claim ff 2 11 13 wherein said nonwoven fabric 
opposing surfaces have a difference In demonstrated alcohol repeitency of at least about 30% when 
exposed to isopropyl alcohol of varying concentrations. 

6. (Currently amended): The process of daim 12 wherein said nonwoven fabric of cla i m 4 oomnricing 
comprises a spun bond layer and a meftblown layer. 

7. (Currently amended): The process of daim 6 wherein said nonwoven fabric of daim 6 eomgffemg 
comprises a meltblown layer between two spunbond layers. 

8. (Currently amended): The process of claim 13 w h erein said nonwoven fabric of c l a i m fi onmprir.ing 
comprises a spunbond layer and a meltblown layer. 

9. (Currently amended): The process of daim 12 wherein said nonwoven fabric of otoimfi having hag 
a hydrostatic head of at least about 50mB, 

10. (Currently amended): The process of daim 13 wherein said nonwoven fabric of claim 7 having has 
a hydrostatic head of at least about 50mB. 

11. (Currently amended): The process of daim 8 wherein nonwnven fahrir. nf HV.m ft having ha* 
a hydrostatic head of at least about 50mB, 

12. (Currently amended) A process for treating produdno a lightweight nonwoven fabric having 
opposing first and second surfaces, one of which is rich in antistatic agent and one of which has 
minimal antistatic agent, said fabric having a treatment add-on in the range of from about 0.017 gsm to 
about 1.08 gsm and good barrier properties as measured by a rating of at least 3 when measured with 
7Q%fr9propYl alcohol fpr alcohol repellency and less than about 0.50 seconds static docav test . 
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comprising the steps of: 

applying an alcohol repeflency treatment containing an antistatic agent to a first or both of said 
surfaces, and in a separate step, applying an antistatic treatment to the second surface only of said 
fabric. 

13. (Previously presented): The process of claim 12 wherein the step of applying an antistatic 
treatment occurs prior to fully curing the alcohol repellency treatment. 
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